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Cabling of poly{trimethylene 
terephthalate) yarns 
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Heat-setting of twisfc 
terephthalate) yarns w 
240 g/m at a main tunr 
to 160 C and a band * 


3d poly(trimethylene 
1th a density of 200 to 
ie\ temperature of 120 
speed of 4 to 9 m/min 






Tufting of heat-set poly(trimethyiene 
terephthalate) yarns at 5 to 15 stitches/inch 






Beck-dying of a tufted carpet without carriers 
by use of a disperse dye under conditions of 
atmospheric pressure and a dyeing 
temperature of 90 tO 100 C 
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Becking of the dyed carpet I 








Shearing of the resulting carpet 
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